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Improvements with the phosphors. The invention Is relative with the materials lumlnes centes, which, subjected to a 
radiation a length of given wave, emit a radiation of one or several other lengths of waves, or so emit a radiation 
when they are subjected to a beam of charged particles, like the cathodic rays. 

The most conventional phosphors absorb the ultraviolet or cathodic rays and emit light in the visible area of the 
spectrum. 

The ultraviolet radiation divides approximately, in three areas - the short ultraviolet ray (U-V.C.) consisting in an 
adjacent radiation of the line of resonance of the mercur/ vapor with low-pressure 2 537 A - the ultraviolet ray mean 
(U.V.I»i.) containing the strip ^ryth^maie adjacent of 3 000 A - long ultraviolet ray (U.V.L.) around 3 650 A who is 
produced readily with the other ones radiates merits U.V. by the mercury vapor with high pressure. The ultraviolet 
radiation short Is harmful with the eye, but not the radiation of Ion guor of great wave to 3 000 A. 

The number of excited phosphors by the UVC is very large, but the numt>er of those excited by the UVL small, Is 
limited to the formed phosphors of a fka line-earth sulphides, of sulphides of zinc and zinc-cadmium, some varnish and 
insulated dyeings and some materials, like halophosphates of barium activated with uranium, the arsenate of 
activated magnesium to manganese, etc These phosphors are used fbr publicity and decoration, like for the 
improvement of the color of the light of the lamps with mercury vapor with high pressure. For this last use, single of 
the Inorganic materials lumi nescentes can be Incorporated In the lamps. 

An excitable phosphor by UVU in accordance with the invention, consists of the anti one strontium or calcium moniate 
activated with bismuth. 

The luminescent compound, in each case, as much as allow to affirm, diffraction x-rays and the proportion of the 
materials pre mitres providing the improved materials iumi nescentes, appears to be it pyroantimonlate of formula 
2M0 Sb, O, In which M « Ca or Sr; the meil their results are obtained with a lightweight excess of Sb, O, beyond the 
proportions corresponding with the mixture front cooking. In the case of the compound to calcium, luminescence Is 
detectable when the molecular report/ratio CAD: 5b, O, are between 1: 0,333 and 1: 1, but luminescence grows 
strong lies when the report/ratio varies from I: 0,533 and 1 0,563. 

The proportion of Giving 61203 the improved results, varies between 1 molecule of CAD for 0,0042 mol. of B'203 and 
1 moi. of CAD for 0,0047 mot. of B1203. A change of propor tion of 1: 0,003 or 1: 0,007 of the bases above reduced 
brightness of the phosphor of several times Its value. The compound with Sr is the improved one, by using the same 
proportions mole culalres of SrO, Sb205 and B1203 that in the case of the compound with Ca 

For the starting materials, one prefers to use CaC03 or SrC03, Sb20, 1340, of the usual purity and smoothness in the 
manufacture of the phosphors. 

The starting materials, In wanted proportions, are mixed Intimately and fired in a furnace with muffle, the alr,< B> 
1000-1100< /B> OC Pendent cooking, compounds of Ca or Sr combined with Sb, O, and B1203, and also from Sb, 
pass under the oxidation of the trlvalent state to the state penta- are probably worth. Two or three one hour cookings 
each one are sufficient when small quantities of phosphor are manufactured, the first with< B> 1000< /B> OC, the 
following ones with< B> 1050< /B> C and <B> 1100< /B> OC. Uke examples of preparatton of the according 
phosphors to the invention, one can quote Example 1. - To mix Intimately 
Ei^I0002.0002 



CaC03 <SEP> 7,5 <SEP> G <SEP> (0,075 <SEP> mol. <SEP> (G) 
<Tb> Sb203 <SEP> 1. * 'R <SEP> G <SEP> (0,0413 <SEP> mol. /g) 

<Tb> B1203 <SEP> 0,15 <SEP> 6 <SEP> (0,0003< B> 22< /B> 2 <SEP> mol. /g) To heat wlth< B> 1000< /B> 
OC In a gondola with molten quartz IM. After cooling, to crush out of powder fine and to reheat like before <B> 
1050< /B> OC with< B> 1100< /B> OC, pendent one hour. To repeat last cooking. 

The phosphor must be almost white in the light of the day and show a fluo glossy blue rescence under the excitation 
UVL or UVI^. 

<I> Example 2. </!> - To treat exactly as in example 1, a mixture of 11,07 G SrC03 0,075 mol. /g) instead of 7,5 G 
of CaC03. Material obtained is almost white In the light of the day, and watch a glossy green fluorescence under the 
excitation by UVL and UVM. 

In general, these phosphors, according to the invention, are effecth^e under the excitation by the ultra purple one until 
approximately 3 000 A, but do not answer very so the short ultraviolet ray and the cathodic rays. 
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L'inventioii est relative aux mati^es lumines- 
centes, qui, souinises k tan rayonnement d'tmc 
longueur d'onde donn^e, toettent un rayonnement 
d'une on de plusienrs autres longueurs d'ondes, 
' ou bien ^mettent un rayonnement lorsqu'eiles sont 
soumises k un faisceau de particules chaig^, 
comme les rayons cathodiques. 

Les mati^res Ituninescentes les plus usuelles 
absorbent les rayons ultra-violets ou cathodiques 
et ^metient de la lumidre dans la region visible 
du spectre. 

Le rayonnement ultra>violet se divise en gros, 
en trois regions — Tultra-violet oonrt (U.V.C.) 
conslstant en un rayonnement voisin de la raie 
de r^sonnance de la vapeor de mercure k basse 
pression 2 637 A — Tultra-violet moyen (U.V.M.) 
contenant la bande drythdmale voisine de 3-000 A 
— rultra-violet long (U.V.L.) autoor de 3 650 A 
qui est produit facilement avec les autres rasronne- 
ments U.V. par la vapeur de mercuxe k haute 
pression. Le rayonnement ultra-violet court est 
nuisible k Toeil, mais pas le rayonnement de lon- 
gueur d'onde sup&ieure k 3 000 A. 

Le nombre de mati&res lunainescentes excite 
par rUVC est tr^ grand, mais le nombre de cell^ 
exdtdes par TUVL est petit, limits aux mati^res 
luminescentes formfes des sulfures alcalino-terretix, 
des sulfures de zinc et zinc-cadmium, certains 
vemis et teintures et quelques mati^res isoldes, 
comme les halophosphates de baryum activ6 k 
ruraniiun, Tars^niate de magn^iom activi^ au 
mangan^, eta Ces mati^res luminescentes sont 
utilise pour la publicity et la decoration, ainsi 
que pour I'amdlioration de la couleur de la lumi&re 
des lampes a vapeur de mercure k haute pression. 
Pour ce dernier emplai, senks des matieies lumi- 
nescentes inorganiques penvent &tre Incorporte 
dans les lampes. 

Une mati&re luminescente excitable par UVL, 
conformement k rinvention, consiste en Tanti- 



moniate de calcium ou de strontium active au 
bismuth. 

Le compost limiinescent, dans chacun des cas. 
autant que permettent de I'affirmer, la di&action 
des rayons X et la proportion des matidres pr&- 
mi&rea foumissant les meilleures mati^es lumi- 
nescentes, parait ^tre le pyro^timoniate de foimule 
2MO SbjOs dansi laqueUe M = Ca ou Sr; les meilr 
leuxs r^oltats sont obtenus avec un l^er excds 
de SbgOs au del^ des proportions correspondant 
au melange avant cuisson. Dans le cas du composd 
au calcium, la luminescence est detectable lorsque 
le rapport mol^culaire CaO : SbaOs se trouve entre 
1 : 0,333 et 1 : 1, mais la lujninescence croit forte- 
ment lorsque le rapport vaiie de 1 : 0.533 et 1 : 
0,663. 

La proportion de Bi^Oa donnant les meiUeurs 
r^sultats, varie entre 1 molecule de CaO pQur 
0,0042 moL de Bi^O^ et 1 moL de CaO p6ur 
0,0047 moL de BigO^. Un changement de propor- 
tion de 1 : 0,003 ou 1 : 0,007 des bases ci-dessus 
r^uit la brillance de la matidre luminescente de 
plusieurs fois ^ valeur. Le compost au Sr est le 
meiileur, en utilisant les mtoes proportions mol6- 
culaires de SrO, Sbj^Og et Bi^O^ que dans le cas 
du compost au Ca. 

Pour les mati&res de depart, on pr^ftre utiliser 
CaCO, ou SrCO^, SbJ3s> BisO,, de la puret4 et 
finesse babitnelles dans la fabrication des mati^es 
luminescentes. 

Les mati^fes de depart, en ;»oportions voiilues, 
sont m^ang^ intimranent et cuites dans un four 
k moufle, k I'air, k 1 000-1 100 »€. Pendant la 
cuisson, les composes de Ca ou Sr combines au 
SbgO, et BiflOg, et egalement de Sb, passent sous 
I'oxydaiion de T^t trivalent k I'itat penta- 
valent probablement. Deux ou trois cuissons d'une 
henre chacune sont snffisantes lorsqu'on fabrique 
de petites quantity de mati&re luminescente, la 
premiere k lOOO^C, les suivantes k 1050«C et 
llOO^C. 
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[l,a99,960l — 
Comme exemples de preparation des mati^res 
luminescentes confoimes k rinvention, on pent 
dter : 

ExempU i. — M41anger intimenieat : 
CaCO, 7.6 g (0,075 mol./g) 
SbgOa 12 g (0,0413 moL/g) 
BuOg 0,15 g (0,000322 moL/g) 

ChaufEsr k 1 000 dans une nacelle k couvercle 
en quartz fondn. Aprte refroidissement, broyer en 
poadre fine et recuire comme auparavant de 
1 050 oC k 1 100 oC, pendant une lieure. Rdp^ter 
la demise cuisson. 

La mati^ luminescente doit Stre presque 
blanche k la huni^re du jour et montier une fluo- 
rescence bleoe brillante sous Texcitation UVL ou 
UVM. 

Exemple 2. — Traiter exactement comme dans 
I'exemple 1, un mdlange de 11,07 g de SxCO^ 
0,075 mal;/g} an lien de 7,5 g de CaCOa. La mati^ 



2 — 

obtenue est presque blanche k la lumii^re du jour, 
et montre ime fluorescence verte Ixillante sous 
I'excitation par \JVL et UVM. 

En g^eral, ces mati^res iummescente5, selon 
['invention, sont efficaces sous I'excitation par 
Tultra violet jus<|u'k en^^^on 3 000 A, mafs ne 
repondent pas trks bien k Tultra-violet court et 
; aux rayons cathodiques. 

; R]ssum£ 

I Matiere luminescente pour Texcitation par 
rayonnement ultra-\'iolet superieur i 3 000 A 
environ, constitute par un antimoniate de calcium 
ou de strontium activ6 au bismuth, L' antimoniate 
I de calcium foumit une luminescence bleue, Tanti- 
moniate de strontium, une luminescence verte. 

THE BRITISH THOMSOX-HOUSTOX 
CoMPAanr Luiirso. 
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